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(57) Abstract: A collapsible filter element (40) for a transcalheter embolic protection device (1). The filter element (40) comprises 
a collapsible filter body (41) which is movable between a collapsed stored position for movement through a vascular system and an 
expanded position for extension across a blood vessel such that blood passing through the blood vessel is delivered through the filter 
element (40). A proximal inlet portion of the filter body (41) has two inlet openings (50) sized to allow blood and embolic material 
enter the filter body (41), and a distal outlet portion of the filter body (41) has a plurality of small outlet openings (51) to allow 
through-passage of blood, but to retain embolic material within the filter body (41). The filter body (41) is of an oriented polymeric 
material. 
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Filter Element for Embolic Protection Device*^ 

This invention relates to a filter element for a transcatheter embolic protection 
device. 

5 

Introduction 

The invention is particularly concerned with filter elements for transcatheter 
embolic protection devices of the type described in our WO-A-9923976. One type 

10 of such embolic filter comprises a filter body mounted on an associated collapsible 
support firame which can be collapsed against the guide wire by means of a 
catheter for deployment of the filter through a patient's vascular system. Upon 
retraction of the catheter the support fi:ame and filter body expand outwardly firom 
the guidewire across a blood vessel witiiin which the filter is positioned to filter 

1 5 blood flowing through the blood vessel. 

A practical problem that arises with filter elements of such embolic protection 
devices is that they should be able to accommodate blood vessels of diflferent 
diameter as it would be impractical to manufacture a large range of filters each of 

20 different si2e to accommodate all possible diameters of blood vessel. To provide 
flexibility and acconunodate a range of vessel sizes with a given size of filter a 
relatively soft and elastic filter body material can be used. It is, however, 
important that the filter when deployed maintains its shape during use and to 
prevent distortion or collapsing of the filter body in use. Because of this and also 

25 the need for adequate strength in the body material, the walls of the filter body 
tend to be relatively thick. This presents a problem in that the filter then has a 
relatively large crossing profile when in the collapsed delivery position, which is 
undesirable. 

30 The present invention is directed towards overcoming these and other problems. 
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Statements nf Invention 

5 According to the invention tiiere is provided a coUapsftle filter element for a 
transcatheter embolic protection device, the filter element comprising: 

a collapsible filter body which is movable between a collapsed 
stored position for movement tiirough a vascular system and an 
IQ expanded position for extension across a blood vessel such that 

blood passing tiirough tiie blood vessel is deUvered tiirough tiie filter 
element; 



15 



a proximal inlet portion of tiie filter body having one or more inlet 
openings sized to allow blood and emboUc material enter tiie filter 
body; 



a distal outiet portion of tiie filter body having a plurality of outiet 
openings to allow tittough-passage of blood, but to retain embolic 
20 material within tiie filter body; 

the filter body being of an oriented polymeric material. 

In one embodiment of tiie invention tiie filter element comprises a collapsible 
25 support frame, tiie support frame being movable between a collapsed position for 
movement tiirough tiie vascular system and an extended outwardly projecting 
position to support tiie filter body in tiie expanded position. Preferably tiie filter 
body is independent of ttie support frame. Ideally tiie filter body comprises a 
membrane. 
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In one case ihe filter body has a stored axial orientation in excess of 15%. 
Preferably the filter body has a stored axial orientation in excess of 20%. Most 
preferably the filter body has a stored axial orientation in excess of 30%. Ideally 
the filter body has a stored axial orientation in excess of 40%. 

5 

In a preferred embodiment fee material is biaxially oriented. 

The filter body may have a stored biaxial orientation in excess of 30%. Preferably 
the filter body has a stored biaxial orientation in excess of 60%. Most preferably 
10 fee filter body has a stored biaxial orientation in excess of 80%. IdeaHy fee filter 
body has a stored biaxial orientation in excess of 100%. 

In anofeer embodiment of the invention fee ultimate tensile strengfe of fee 
oriented polymeric material of fee filter body is at least 15. 000 psi (103.425 MPa). 
15 Preferably fee ultimate tensile strengfe is at least 25, OOO^si (172.375 MPa). Most 
preferably fee ultimate tenstte strengfe is at least 35, 000 psi (241.325 MPa). 
IdeaUy fee ultimate tensile strengfe is at least 40, 000 psi (275.8 MPa). 

The material of fee filter body may be of polyester or polyamide. The material of 
20 fee filter body is preferably of polyester. 

In one embodiment fee material of fee filter body is selected fi:om 
polyefeyleneterephtiialate (PET), polybutyleneterephtiialate (PBT) and 
polynapfeylterephfealate (PNT). The material of fee filter body is preferably of 

25 PET. 

In anofeer embodiment fee material of fee filter body is of polyamide. 

In one case fee material of fee filter body is an elastomer. Preferably fee material 
30 of fee filter body is a polyurefeane. 



4 
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In a preferred ernbodiment of the invention the polymeric material of the filter 
body is oriented at a temperature below the glass transition temperature of the 
material. 

The material of the filter body may be oriented by stretch blow moulding. 

Desirably the filter body comprises a proximal body section, a distal body section 
and an intermediate body section interconnecting the proximal and distal body 

sections. 

In one embodiment of the invention the firame comprises a pluraUty of 
engagement segments, the engagement segments being spaced-apart 
longitudinally and transversely when the filter is in the deployed expanded 
configuration to urge the filter body into apposition with tiie vessel waU. The 
engagement segments preferably define at least one at least partially substantially 
hdical engagement track. 

According to another aspect the invention provides a method for manufacturing a 
filter body for a transcatheter emboUc protection device comprising forming a 
filter body of oriented polymeric material. 

The filter body may be formed by applying an axial stretching force to a hollow 
body of polymeric material. 

The filter body may be formed by applying a circumferential force to a hoUow 
body of polymeric material. 



Ideally the mefliod comprises stretch blow moulding a polymeric material. 
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In one embodiment of the invention the polymeric material is oriented at a 
temperature above the glass transition temperature of the material or one of its 
phases, and below the melting temperature of the material. 

The method preferably comprises the step of conditioning the formed filter body. 
Ideally the conditioning is carried out at a temperature in the region of tiie 
crystallisation temperature of Ae material. 

Desirably die method comprises providing inlet and outlet holes in the body of 
oriented material. Ideally the holes are provided by 



filling the formed body with a filler material; 
machining holes in the filled body; and 



removing the filter material. 
In one case tiie filler material is a soluble material, such as polyelhyleneglycol. 



B^pf Descrip tinn of ihe Drawings 

The invention will be more clearly understood fi:om the following description 
thereof given by way of example only with reference to tiie accompanymg 
drawings in which:- 

Fig. 1 is partially sectioned elevational view of an embohc protection 
device according to flie invention in use; 
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Fig. 2 is a side partially cross sectional view of the embolic protection 
device of Fig. 1; 

Fig. 3 is a plan view of the device of Fig. 2; 

5 

Fig. 4 is a side, partially cross sectional view of another embolic protection 
device according to the invention; 

Fig. 5 is a plan view of the device of Fig. 4; 

10 

Fig. 6 is a perspective view of the device of Figs. 4 and 5; 

f\ 

Fig. 7 is a side view of a blank used to form a filter body according to the 
invention; 

15 

Figs, 8 to 10 are views illustrating filling of the blank of Fig, 7; 

Fig. 11 and 12 are views illustrating drilling of the filled blank; 

20 Fig. 13 is a view illustrating the removal of the filling; 

Fig. 14 is a side view of a filter body according to the invention; 

Fig. 15 is a aoss sectional view of the filter body with inner and outer 
25 coatings; 

Fig. 16 is a cross sectional view of another filter body according to the 
• invention; 
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Fig. 17 is a transverse cross sectional view of the filter body of Fig. 15 and 
associated supports and sleeve; and 

Figs. 18 is a cross sectional view of the filter body of Fig. 17 in a collapsed 
5 configuration. 



Detailed Description 

10 Referring to Figs. 1 to 3 an embolic protection device 1 comprises a collapsible 
filter element 40 for delivery through a vascular system of a patient and 
deployment at a desired location in the vascular system. An elongate sleeve 43 is 
slidable on a guidewire 2. The collapsible filter element 40 is mounted on the 
sleeve 43 and tiie filter element 40 is movable between a collapsed stored position 

15 against the sleeve 43 and an expanded position as illustrated extended outwardly 
of the sleeve 43 for deployment in a blood vessel. 

The filter element 40 comprises a collapsible filter body 41 and a firame 42 
mounted to the elongate sleeve 43. A proximal end 44 of the filter body 41 and a 
20 proximal end 45 of the firame 42 are both fixedly attached to a proximal end 46 of 
the sleeve 43, in this case by means of an adhesive bond. A distal end 47 of the 
filter body 41 and a distal end 48 of the firame 42 are free to slide over a distal end 
49 of the sleeve 43. 

25 The filter body 41 has a proximal inlet end and a distal outiet end. The inlet end 
of the filter body 41 has one or more, in this case two, large inlet openings 50, and 
the ouflet end has a plurality of, in this case approximately three hundred, small 
outlet openings 51 sized to allow through passage of blood but to retain undesired 
embolic material within the filter body 41 . 



30 
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The filter support frame 42 is movable between a collapsed position for movement 
of the filter element 40 through a vascular system and an extended outwardly 
projecting position to support the filter body 41 in an expanded position. The 
fi:ame 42 has a distal section 52, an intermediate section 53 for urging the filter 
5 body 41 in the expanded position into apposition with a vascular vessel wall, and 
a proximal section 54 extending proximally and radially inwardly of the 
intermediate section 53. 

At least part of the proximal section 54 of the fi-ame 42 is spaced distally of the 
10 inlet openings 50 in the filter body 41 to accommodate inflow of embolic material 
through the inlets 50 and into the expanded filter body 41. 

The fi:ame 42 is preferably of a shape memory material, such as Nitinol, or of a 
superelastic material, and may have a plating of gold or other dense material 
15 around the Nitinol. The firame elements facilitate movement of the fi-ame 42 
between the collapsed position and the extended outwardly projecting position. 
The firame 42 is electropohshed. 

The sleeve 43 defines a lumen 56 extending therethrough for movement over the 
20 guidewire 2. The distal end 49 of the sleeve 43 is engageable with a stop such as a 
stop on the guidewire 2. The sleeve 43 is typically of polyimide. 

The sleeve 43 acts as a barrier between the lumen 56 through which a guidewire 
may be exchanged, and the internal armular volume of the filter body 41 within 

25 which embolic material is retained. In particular, the proximal end 46 of the 
sleeve 43 is proximal of the inlets 50, and the distal end 49 of the sleeve 43 is distal 
of the small outlets 51. This ensures that all blood flows into the filter body 41 
through the inlets 50, through the filter body 41 and out of the filter body 41 
through the small outlets 51 which are sized to retain undesired embolic material 

30 within the filter body 41. The sleeve 43 prevents escape of any embolic material 
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from the filter body 41 into the lumen 56, for example, dxiring exchange of 
medical devices over a guidewire received within the lumen 56, or during retrieval 
of the filter element 40. 

5 A guide olive 57 is provided for atraumatic delivery of the filter element 40 
through a vascular system, the guide olive 57 forms an extension of the distal end 
47 of the filter body 41 and tapers distaUy inwardly for a smooth transition profile. 

Two gold marker bands 59, 60 are provided mounted to the sleeve 43. One 
10 marker band 59 is fixedly attached to the olive 51 and one marker band 60 is 
fixedly attached to the proximal end 45 of the firame 42. The marker bands 59, 60 
assist in visualisation of the filter element 40 during an interventional procedure. 

A transition element 61 is fixedly mounted to the proximal end 46 of the sleeve 
15 43, in this case by means of an adhesive bond. The transition element 61 is sized 
to fit the lumen of a delivery catheter to provide a smooth stiffiiess transition and 
prevent kinking. 

The sub assembly of a support firame 42 and filter body 41 is loaded into a delivery 
20 catheter. On deployment, the support arms are fireed to expand and the filter body 
41 apposes the vessel wall. 

When the filter element 40 has been deployed in a blood vessel, the catheter can 
be removed leaving a bare guidewire proximal to the filter 40 for use wifli known 
25 devices such as balloon catheter and stent devices upstream of the filter 40. 

For retrieval, the filter 40 is collapsed and retrieved into a retrieval catheter. The 
guidewire may be left in place for fiulher catheter advancement or may be 
withdrawn with or subsequent to the withdrawal of the retrieval catheter. 

30 
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Referring to Figs. 4 to 6 there is illustrated an alternative construction of filter 
which is similar to that described with reference to Figs. 1 to 3 and like parts are 
assigned the same reference numerals. In this case the support frame 100 
comprises four support arms 101, 102, 103, 104 each of which is of at least 

5 partially of hehcal shape and different engagement segments of the arms are 
spaced-apart longitudinally and transversely when the filter is in the deployed 
expanded configuration illustrated. The support firame 100 is independent of the 
filter body 41 and provides excellent apposition with reduced loading forces. 
Various similar support firames are described in our WO 00/67669A, the entire 

10 contents of which are incorporated herein by reference. 

According to the invention the outer filter body 1 10 is of a biocompatible oriented 
polymeric material. The prefened materials of the invention are thermoplastic 
polymers. Preferably the materials have an excellent ability to store orientations, 
15 and have high strength and are flexible. Ideally the material is of the polyamide, 
polyurethane, polyether-amide or polyester families. Within these families 
materials with high ultimate tensile strength and a good ability to store induced 
molecular orientations at room and body temperature are preferred. 

20 The high strength polyesters are the preferred materials of the invention. PET and 
PBT are the preferred polyesters. PET is the most preferred material. The grade of 
PET selected will depend on the level of orientation required. As the molecular 
structure of PET is consistent the most important difference between different 
grades is the molecular weight. High molecular weights are favoured where the 

25 stretch ratios are low. Lower molecular weights are prefened where the stretch 
ratios are high. 

PET is preferred because it has a high ultimate tensile strength in its isotropic 
state (12,000psi), its ability to store orientations and the amplification of its 
30 strength properties in the oriented state. PET has a high glass transition 
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temperature (Tg) (approx. 65°C) and this is advantageous in that it ensures that 
orientations are stored at body temperature. PET is also the prefened material 
because it has good flexibility in thin walled configurations. A number of suppliers 
provide grades of PET suitable to form membranes of this invention. The 

5 preferred grades are unreinforced homopolymer grades. A preferred grade of PET 
is suppUed by RTP Company under the name RTP 1100 Polyethylene 
Terephfhalate. The material has an ultimate tensile strength of 10,000psi. A 
preferred grade of PET is supplied by DSM under the trade name Eralyte®. This 
grade is the most preferred material of the invention due to its very high ultimate 

10 tensile strength of 12,300psi. 

PBT can also be used for the manufacture of membranes per this invention. PBT 
has an isotropic ultimate tensile strength in the region of 56MPa, It has a similar 
stmcture to PET except that the polymethylene sequence is longer. It has a lovrer 
15 Tg than PET of approximately 22-43°C. Commercial PBT materials are 
manufactured by BASF under the trade name Ultradur® and supplied by Albis 
Corp. 

Nylons are also an excellent family of material from which to manufacture the 
20 membranes of this invention. The nylon materials possess high tensile strength 
and have an excellent ability to store orientation. Unlike PET which has a high 
Tg, Nylons have a Tg lower than room temperature. Poly amides however are 
highly crystalline and it is the stability of the crystalline structure that allows 
Nylons to store orientations. The most important Nylons include Nylon 6, Nylon 
25 6,6, Nylon 6,10, Nylon 6,12, Nylon 11 and Nylon 12. 

Nylon 11 and Nylon 12 are the preferred Nylon materials. These materials are 
preferred as they are easier to process and have good resistance to moisture in 
vivo. Nylon 6 and Nylon6,6 are difficult to process due to their sharp melting 
30 transition and their hygroscopic properties. Moisture acts as a plasticiser vnth 
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these materials and this makes the induced orientations unstable and the 
membrane will shrink over time. These problems are overcome when Nylon 1 1 
and Nylon 12 are employed. Nylon 11 has an ultimate tensile strength of 
approximately 52MPa. Nylon 12 has an ultimate tensile strength of approximately 
5 54MPa. Suitable commercial grades of Nylon 11 are suppUed by Elf Atochem 
under the Rilsan® trade name. Suitable grades include Rilsan® BESHV Nylon 
11. Nylon 11 grades are also available from compounding companies such as RTF 
Company imder the name RTF Nylon- 1 1 . 

10 Suitable commercial grades of Nylon 12 are supplied by Elf Atochem under the 
trade name Rislan® AESN nylon 12. 

The PEBA family is also a family of material from wYnch to manufacture the 
membranes of this invention. PEBA materials are a family of copolymers and are 
15 manufactured by the block copolymerisation of polyedier and poly amide. The 
PEBA range of materials is supphed by Elf Atochem under the trade name 
PEBAX and by Creanova under the trade name VESTAMID® . Suitable grades of 
PEBA have hardness values in excess of 55D. The preferred materials in this 
family are the 65D and 75D grades. 

20 

The PEBA family is a preferred family of materials per this invention. The 
polyurethane family is a more preferred family. Nylon 11 and Nylon 12 are even 
more preferred and PET is the most preferred material of the invention. PET is 
the most preferred material of the iavention because it has a very high isotropic 
25 tensile strength, it has excellent abihty to store orientations, stored orientations are 
highly stable at body temperature, and the amplification of PET's strength 
properties associated with the orientation process is most significant. The use of 
oriented PET allows membrane thicknesses to be reduced by up to 75% relative to 
isotropic PET. 



30 
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The membranes utilised in the invention are made from a material that facilitates 
the storage of high levels of orientation but is still relatively flexible. Materials 
that are efficient at storing orientation at body temperature are particularly 

5 desirable. It is not so much the hardness of the material that is important as the 
forces the material will exert on the surface of the vessel. Relatively stiff materials 
when processed to very thin membrane configurations apply very little force to the 
vessel and are thus atraumatic to the vessel. One ratio that is important is the 
ratio of the material hardness and its ultimate properties. It is also possible to 

10 characterise the material based on a flexural modulus and/or tensile modulus. 
This invention provides materials and processes that provide unique combinations 
of these desirable properties for use as filter membranes. The storage of 
orientation allows soft materials to be used and still achieve high strengdis. It also 
allows these materials to be manufactured into very thin walled and flius low 

15 profile systems. These are very desirable features for filter membranes. 

It is particularly preferred that the filter membrane be of an oriented polyester 
which are a particularly prefened class of high strength materials. PET is 
particularly preferred as it has ultimate tensile strength values in the region of 
20 80Mpa. In the invention these materials are converted into a membrane 
configuration and simultaneously high levels of orientation are induced into the 
materials. The resulting membranes wiU have ultimate strength values which are 
from 130% to in excess of 200% to in excess of 300% of the materials isotropic 
strength value. 

25 

Orientation is achieved by stretching the material during the forming process. The 
stretching tiiins out the membrane while orienting the molecules in the direction 
of stretch. If the stretch is axial then the membrane will be oriented in the axial 
direction. If the stretch is applied on two axes then the membrane will be bi- 
30 axially oriented. 
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Orientation in the axial direction is particularly desirable in the membranes of this 
invention. High level of axial orientations allows the manufacture of membranes 
with high axial strengths. As the membranes of this invention are stressed 
5 primarily in the axial direction in use the anisotropy of strength properties is a 
particularly advantageous feature. The process of the invention is designed to 
maintain high levels of axial orientation. Maximizing the level of stretch in the 
axial direction and maximizing the ratio of axial to circumferential stretching 
helps to achieve this. 

10 

Starting with an extrusion tubing whose diameter is greater than the final profile 
of the device is a novel strategy for achieving a low profile. However the larger 
the starting diameter of the tubing the smaller the circumferential stretching 
required. This allows the ratio of axial to circumferential stretch to be maximized 
15 which allows the generation of high axial strengths, which allows very thin walled 
membranes to be used. 

The diameter of the necks may be reduced in a swaging operation, by bonding 
while the outer diameter is constrained or by slitting the necks and recombining at 
20 a smaller diameter. Alternatively the necks may be post formed to a smaller 
diamieter. 

The use of orientation allows the filter membrane to be made from a soft materizd 
and with a thin wall diickness. The ability to make very thin membranes provides 
25 the additional benefit that the ratio of the coating thickness to the membrane 
thickness inaeases. This ftirther improves the memory of the membrane as 
described in our WO 00/67668A, the entire contents of which are incorporated 
herein by reference. 
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Referring to Fig. 15 there is illustrated a filter body of laminate construction 
comprising a membrane 130 as described above with an inner hydrophilic coating 
131 and an outer hydrophilic coating 132. The filter membrane 140 of Fig. 16 is 
shorter than the filter membrane of Fig. 15 and is dius partially suitable for renal 
5 applications. 

In terms of the materials of this invention the level of stored orientation is most 
critical. In the invention the level of stored orientation is maximised so as to 
achieve the optimum balance of strength and flexibility. 

The storage of orientations in the material is a complex materials and process 
related phenomenon. The orientations may be molecular or crystal in character. 
In general orientations are induced at temperatures well above the Tg of the 
material and are stored best at temperatures below the Tg of the material. 
Orientations can also be stored through strain crystallisation processes. This 
involves providing the appropriate level of thermal energy to the material while it 
is in the stretched configuration to facilitate crystallisation of the material. This 
process is especially important in crystalline material or in two phase materials. 
Polyurethanes are important two phase materials where there is a crystaling hard 
phase and a soft phase. 

When sufficient thermal energy is provided stored orientations will relax. The 
storage of orientation is characterized per this invention by measuring the linear 
shrinkage of the membrane at temperatures well in excess of the Tg of the 
25 material. The membrane is placed in an oven at the material relaxation 
temperature and the level of shrinkage is measured in the two axis of the surface. 
The level of shrinkage provides a measure of the level of orientation in the sample. 
The level of stored orientation is calculated as follows: 



10 



15 



20 
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Axial Orientation = (Starting Length - Relaxed Length^ x 100% 

Relaxed Length 

Circumferential Orientation = rStartin g Circumference-Relaxed Circumference^ x 1 00% 
5 Relaxed Circumference 

Stored Bi-axial Orientation = rStarting Are a - Relaxed Area'^ x 100% 

Relaxed Area 

10 While it is not a primary purpose of the invention to generate circumferential 
orientation low levels of circumferential orientation has a stabilising effect on the 
filter. A filter which has high levels of axial orientation and no ckcumferential 
orientation would be prone to longitudinal tearing even when loaded in the axial 
direction. This is not desirable. However due to the nature of the process some 

15 circumferential orientations v\dll inevitably be present. Where high inflation ratios 
are used the level of circumferential orientation will be increased. This can 
present a problem in that high levels of circumferential orientation reduce the 
levels of axial orientation. Axial and circumferential orientations are competitive 
phenomenon. Thus where high inflation ratios are used it is an object of the 

20 current invention to minimise the level of circumferential orientation. This can be 
achieved by a number of techniques. 

• Use the largest initial tubing OD possible. This minimises the blow ratio 
which reduces the level of circumferential orientation. Techniques have been 

25 described earUer in the invention, which allow large diameter necks to be 

reduced post stretch blow moulding. 

• Circumferential orientations can be converted into axial orientations if the 
axial stretch occurs after the circumferential stretch. This principle can be 

30 used during the stretch blow process to control the level of axial orientation. 
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• A process which starts with a tubing that is highly oriented in the 
circumferential direction (shrink tubing), and is shrunk onto a core while being 
stretched axially provides a method of turning high initial levels of axial 
orientations into high levels of axial orientation at die end of the process. 

5 

In a preferred embodiment the membrane is manufactured in a process consisting 
of some or a combination of the following steps: 1. Tube extrusion, 2. Stretch 
Blow moulding, 3. Filling/Moulding/Casting, 4. Laser Machining, 5- Core 
Removal, 6. Forming, 7. Neck Swagmg, 8. Assembly, 9. Surface 
10 Priming/ Activation, 10. Coating. 

In another embodiment die membrane is a laminate construction. The laminate 
construction may consist of soft layers and hard layers. The hard layer has the 
advantage that it has an ability to retain orientation. The soft layer has excellent 
15 memory properties. 

The manufacturing process for the construction of the filter membranes of Axis 
invention consists of the following steps: 

20 Tube Extrusion: 

A thermoplastic polymer is extruded into concentric tubing. The tubing may be 
extruded as a homogenous material, as a material with reinforcing fillers, as a 
material wath radiopacifying fillers, as a multi-layer co-extruded tubing or as a 
combination of the above. Very tight control of tolerances is critical at this stage. 

25 Tight control may be achieved by extruding the tubing onto a solid mandrel and 
removing the mandrel at the end of the step. Additional control may be achieved 
by employing a gear pump extrusion system. 

Stretch Blow Moulding: 
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The tubing is placed in a heated die, and is inflated and stretched. The inflation 
process pushes the softened material to die wall of the die and introduces 
circumferential orientation into the material. The axial stretch process introduces 
axial orientation into the membrane. The stretch and blow processes may be 
5 carried out in stages, independently or simultaneously. The temperature at which 
the materials are oriented and formed varies depending on the polymer. However, 
typically the stretch and blow temperatures are above the To of the material or one 
of its phases and below the Tm of the material. 

10 Conditioning: 

The membrane material is temperature conditioned to stabilise the orientations. 
This is normally carried out at a temperature greater than the stretching 
temperature and in the region of the crystallisation temperature (Tc). 

15 FUlinp: 

The formed membrane is then filled with a soluble filler polymer. The soluble 
filler material has the characteristic that it is soluble in a solvent to which the 
membrane material is resistant. The preferred filler material per this invention is 
polyethylene glycol (PEG), and the preferred solvent is a combination of water 
20 and a surfactant. Preferably the surfactant is a mixture of a nonionic surfactant 
and an anionic surfactant. Preferably the content of nonionic surfactant is 5-15% 
and the content of anionic surfactant is 15-30%. The remainder is water. 

Laser Machining: 

25 The filled membrane then has at least one large hole machined through the blood 
inlet end of the membrane and has multiple small holes machined through the 
blood ouflet end of the membrane. The PEG material provides the membrane 
with structure during handling, it ensures that the membrane can only occupy one 
configuration and it prevents imdesirable scorching. 



30 
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Core Removal: 

The filler material is then dissolved in water-surfactant solution to leave the 
jfinished membrane. The solution details are described above. Preferably the 
solution is warm during the core removal process. However, the solution 
5 temperature should be kept below the Tg of the membrane. 

Profiling: 

As discussed earlier it is desirable to cany out the stretch blow moulding step 
using relatively large diameter tubing. This ensures that a high level of axial 
10 orientation is possible and the membrane can be fabricated with exceptionally thin 
wall thicknesses. 

Prior to the assembly of the membrane and the Nitinol support it is necessary to 
reduce the profile of the large diameter necks. This can be achieved using a 
number of techniques as follows: 

• The neck may be swagged to reduce its profile. 

• A thin walled metallic marker band may be placed over the neck and both 
elements swaged together. This is a particularly desirable approach as a 
low profile is achieved and the marker band is more radiopaque and thus 
highlights the extremities of the filter assembly. 

• The neck may have one or more longitudinal slots cut along its length. 
These slots reduce the effective circumference of the neck. The neck may 
thus be bonded to the Polyamide shaft and Nitinol support at a lower 
profile. 

• The neck may be stretched or post formed to reduce its OD. 



15 



20 



25 



30 



Assemblv: 

The inner tube, the support stmcture and the filter membrane are assembled using 
standard techniques. 
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Surface Priming / Activation: 

The surface of the filter assembly is prepared for coating by one or a combination 
of the following methods: 

• Solvent activation 
5 • Plasma treatment 

• Coating with a surface primer 

• UV treatment 

• Other standard surfece activation methods 



10 Coating: 

The filter assembly is coated with a hydrophilic coating. The performance of the 
coating may be assessed by water contact angle analysis. Preferably the contact 
angle is less than 40°, more preferably less than SO'' and more preferably less than 
20°. 

15 

The filter body material may also be a polyurethane or PEBAX based material. 
There are a series of commerdaUy available polyurethane materials that may be 
suitable. These are typically based on polyether or polyester or polycarbonate or 
silicone macrogjycols together with diisocyanate and a diol or diamine or 
20 alkanolamine or water chain extender. Examples of these are described in EP-A- 
461,375 and US 5,621, 065. In addition, polyurethane elastomers manufactured 
from polycarbonate polyols as described in US 5,254,622 (Szycher) are also 
suitable. 



25 The filter material may also be a polycarbonate urethane, an example of which 
may be prepared by reaction of an isocyanate, a chain extender and a 
polycarbonate copolymer polyol of alkyl carbonates. This material is described in 
our WO 9924084 A. 
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In another embodiment the membrane material is selected for its softness and 
recoverability. The membrane is then processed in a manner that leads to a high 
level of orientation. This allows the fabrication of a membrane that is soft but very 
strong. The high strength of the material allows the membrane to be fabricated in 
5 a very thin wall thickness. Polyurethane*s are the preferred material for this 
embodiment. Materials of this embodiment will have hardness values from 80A to 
55D. Suitable materials are listed in the table below. 



Manofactarer 


Grade 


Shore Hardness 


Ultimate Tensile 
StrengdiMPa.* 


Dow Chemical 


PeUethane 2363- 
55DE 


53D 


45 


Thermedics Inc 


Tecothane TT-1055D 


54D 


66.2 



10 High strength polyurethanes with hardnesses in excess of 55D are suitable 
alternatives to PET in the manufacture of high modulus, flexible membranes. 
These polyurethanes have a better ability to store orientations than the softer 
grades and their strength properties can thus be amplified to a greater extent. 
The materials have ultimate tensile strength values as outlined in table 1 below. 



15 



Mannfacturer 


Grade 


Shore Hardness 


Ultimate Tensile 
Strength MPa.* 


Dow Chemical 


Pellethane 2363-65D 


62D 


47 


Thermedics Inc 


Tecothane TT-1065D 


64D 


69.0 




Tecoflex EG-65D 


60D 


57.2 



*Figures as quoted by manufacturer 
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The polymeric oriented filter membranes of the invention offer very considerable 
advantages as follows: 



wo 01/97714 



PCT/IEOl/00087 



-22- 

Deliverv Profile 

The wall thickness of the filter membrane contributes significantly to the deUvery 
profile of the filter assembly. The profile of the filter assembly can thereby be 
minimised. The required wall thickness of the membrane is primarily determined 

5 by the need for robustness. The filter assembly has sufficient strength to be 
retrieved into a retrieval catheter with its trapped embolic load. The forces of 
retrieval depend on the size of the embohc load. Failure of the filter membrane 
during the retrieval step would likely result in the Uberation of a bolus of embolic 
material. This is a critical failure and could result in serious patient injury or 

10 death. The incorporation of high levels of axial orientations allow the profile of 
the device to be significantly reduced. The use of a 3-dimensional support 
structure provides excellent vessel apposition as described in our WO 00/ 67669A. 

Strength 

15 

Reducing the profile of the device makes it easier to pack the material of the 
device into a retrieval system. This has the effect of reducing the retrieval forces. 
This reduces the safety threshold for membrane strength. The additional strength 
achieved by inducing orientations in the membrane increases the safety of the 
20 device. The processing of the membrane in a fashion which yields in excess of 
25% axial and circumferential orientation increases the strength of the resulting 
membrane. Strengths as high ass 70-80 MPa are achievable using the soft 
polyurethanes described, while strengths in excess of 200MPa and 300MPa are 
achievable using PET. 

25 

Atraumatic 

Atraumatic materials are desirable for filter membranes because they are in direct 
contact with the vessel wall. Usually this is achieved by using soft materials. 
30 However, it is the local pressure that the membrane apphes to the wall of the 
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vessel that detennmes the level of trauma. In this invention vessel trauma is 
minimised by using very thin walled, high strength and flexible membrane 
materials. The materials are optimised for their strength to hardness ratio. 
However the use of axially and biaxially orientated membranes allows the use of 
5 low relative hardness materials while still achieving desirable robustness and low 
profile properties. 

Vessel Apposition 

10 It is desirable that filter membranes have good apposition to the wall of the vessel. 

Good vessel apposition is achieved by using an iimer 3-D metallic support 
structure. The metallic support structure genfly presses the membrane against the 
wall while the membrane flexibility prevents vessel trauma. 

15 Filter Membrane Memorv 

The membranes of some embodiments of this invention use relatively soft 
materials with high levels of orientation. This means that the strength is 
maximised while the wall thickness of the membranes is minimized. This is 

20 achieved without significandy impacting the flexural modulus of the membrane. 
The memory properties of membranes of this invention are superior to non- 
oriented membranes. This is because it is possible using the invention to produce 
membranes witfi high strength but reduced wall thickness. This reduced waU 
. thickness means that a hydrophilic coating will represent a more significandy 

25 proportion of die total wall thickness. This means that die hydrophilic coating 
has a more profound affect on the memory properties of the filter. 

The filter member of the invention provides apposition to the vessel into which it 
is placed. Vessel apposition ensures that the blood flows through the filter rather 
30 than around the periphery of the filter. The filter also applies a low pressure to the 
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vessel surface. Such low pressure ensures that the filter is non-traumatic to the 
vessel. The membrane can also be wrapped to a small diameter delivery 
configuration. This small diameter delivery configuration facilitates the aossing 
of the diseased area. The filter assembly is flexible in the wrapped configuration 
5 (trackable) which makes lesion aossing easier. The filter is sufficiently robust to 
withstand loading into a delivery configuration, to withstand the forces of 
deployment and to withstand the forces of retrieval of the assembly. 

E?^atnple I 

10 An extrusion grade PET with a starting tensile strength of 12,000psi is extruded 
into a tube. The tubing OD was approximately 0.95mm. The tube is cut into 
lengths of greater than 75mm, 

A stretch blow mould was machined from brass. The mould had a neck ID was 
15 0.98mm. The maximum body dimension of the mould was 4.20mm. The length 
of the mould was 13.84mm. The mould contained a circumferential groove in its 
mod section. The shape of the mould was consistent with the shape of the 
membrane blank 90 of Fig. 7. 

20 The mould was mounted onto a stretch blow-moulding machine. The mould is 

heated in a controUed fashion. The tubing is placed inside the mould with its ends 
projecting out either side of the mould. The ends of the tubing were gripped while 
maintaining the ability to pressurise the tube lumen pneumatically. 

25 When the tubing reached an equilibrium temperature with the mould the tubing 
was stretched in the axial direction. Inflation of the lumen stretched the filter in 
the circumferential direction. The level of circumferential orientation is 
determined by the blow ratio which in this case was approximately 4.3:1. 



wo 01/97714 



PCT/IEOl/00087 



-25- 

The stretch ratio in the axial direction is more difficult to calculate due to the fact 
that the temperature of the tubing is different at different points along the gauge 
length. 

5 The membrane was stabilised by increasing the mould temperature for a short 
period. The mould was then cooled below the glass transition temperature 
(65°C), thus freezing in the induced orientation of the PET membrane. The 
formed membrane blank 90 (Fig. 7) was removed from the mould. At this stage 
the ends 91,92 of ±e tubing were heat sealed under a sUght positive pressure. 

10 This prevents ftirther shrinkage and/or crinkling of the membrane while it awaits 
further processing. 

Filling of Membranes 

15 The heat-sealed PET filter membrane neck sections were trimmed-ofF and die 

filter blank 90 was mounted onto a dispensing tip 95 (supplied by EFD) with the 
distal end of the membrane facing luer 96. The tip 95 was modified by introducing 
two stepped slots 97 midway along the hypo tube section of the dispensing tip. The 
two slots 97 are at 180° to each other. 

20 

A polyurethane collar 99 was dien slid onto the end of the dispensing tip to 
prevent the filter membrane from shding-off and secondly to assure that the mid- 
section of the filter body blank 90 is located at the slotted section of the dispensing 
tip 95. The slots 97 in the hypotube provide apertures for the filling material to 
25 flow out and fill the membrane. The dispensing tip has a luer fitting 96 which 
provides an easy interface with the filling system. 

The material used for filling the filter membrane blank 90 polyethylene glycol 
(molecular weight = 1500) from Sigma Aldrich. Polyethylene glycol flakes (PEG) 
30 were placed in a heated dispensing chamber and heated to 51°C. When the filling 
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material was in a molten state and the temperature of the liquid PEG had 
stabilised to 5FC, the membrane-slotted hypotube assembly was fitted onto the 
heated dispensing chamber. The filling time was 2.5 seconds. The dispensing 
pressure for the molten PEG was 1.20 bar. Filling material 110 is injected 
5 flirough the dispensing tip 95, exiting through the slots 97 to fill the membrane 
blank 90 (Figs. 8 to 10). 

A water bath was placed directly underneath the filling banel. This water bath 
was connected to a water chiller that contiauously replenished the water of the 
10 bath at a controlled temperature of 15°C. After filling was complete the filter and 
filler material were immersed into a cooling bath for a period of 47 seconds. 

La^er Machining 

15 The filled filter membrane blank 90 was then laser machined as illustrated in Figs. 
1 1 and 12. An Eximer laser 120 operating at a wavelength of 248nm was used. 
The energy was delivered in a pulsed format. The machining area was blanketed 
with a continuous stream of nitrogen to prevent melting or scorching. Two large 
holes 122 were machined, radially opposite, on the proximal end of the membrane 

20 and 290 holes 125 were machined into the distal end of the membrane blank 90. 
The proximal holes 122 were machined such that a large embolus would pass 
through the opening and both holes were positioned radially opposing one 
another. The distal holes were machined to a nominal diameter of 140 microns. 
No material scorching was observed. 

25 

Core Removal 

The PEG filling material 110 was then removed firom inside the membrane. This 
was achieved by dissolving the PEG material in a solvent system in a bath 130. 
30 The PEG material was dissolved in a number of steps: 
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• The bulk of the material was removed with a HPLC grade water wash. This 
was carried out by immersing the filter membranes in water at 50°C for 5 
minutes. 

5 • The filter membranes were flushed with 10ml HPLC grade water using a 
syringe. 

• An extraction step was employed to remove all remaining PEG. The 
extraction solvent was a mixture of HPLC grade water and 0.5% surfactant. 

10 The surfactant was composed of <5% amphoteric surfactants, 5-15% non-ionic 

surfactants and 15-30% ionic surfactants in a water matrix. Approximately 
400ml of extraction solvent was used per filter membrane. The extraction 
solvent was maintained at a temperature of 50°C during the extraction. The 
membranes were removed after Ihour. 

15 

• Each filter membrane was flushed with 10mm of HPLC grade water to 
remove any residues of the extraction solution. 

• The filter membranes were washed in HPLC grade water for 1 hour at 50°C. 
20 Fifty filters were washed in 1000ml water. 

• The filter membranes were dried in an oven at 45°C for 2 hours. 



25 Results 

Samples of membrane filters 130 (Fig. 14) processed as described above were 
evaluated for stored axial orientation and ultimate tensile strength. The ultimate 
tensile strength was measures in the area of the proximal holes. It is an objective 
30 of this invention to provide the largest proximal holes possible. The size of the 
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proximal holes is largely determined by the axial tensile strengdi of the material 
between the holes. This web area is the weakest area of the filter. 

The body lengths of four membrane filters were measured nsiog a tool-meikers 
5 microscope. The membranes were then placed into a fan-assisted oven widi a 
preheated temperature setting of 220°C. The membranes were removed after 3 
hours and the body lengths were measured. The stored axial orientation v/as 
calculated as described above. The average level of stored axial orientation. was 
34.5%. 

10 

Samples of membranes from the same batch were evaluated for ultimate axial 
tensile strength. The strengdi measurements were made in the web region. The 
samples were prepared by cutting one web so as to focus the tensile load on the 
other web. The width and daickness of the web was measured. The cross 

15 sectional area of the web was calculated based on these measurements. A Zvdck 
Z005 model tensile test machine was used with a SOON load cell. The instrument 
was set to record the maximum load. The samples were gripped using toobnakers 
clamps and the toolmakers clamps were mounted to the machine base and cross - 
head. A fine grade emery cloth was used to ensure a positive grip. After sample 

20 mounting the cross head distance was zeroed and the test started. A test speed of 
50mm/min was used. The samples were tested at ambient temperature. The 
results demonstrated ultimate tensile strength values in excess of 40,000 psi. This 
represents an increase of 330% in the tensile strength of the material arising from 
the invention. These strength characteristics allow membranes with exceptional 

25 advantages to be achieved. 

The use of orientation in the filter membrane has a number of very significant user 
advantages as described above. As it is possible to use a much diinner membrane the 
wrapping efficiency is increased and it is possible to achieve gready reduced deUvery 
30 profiles. Furthermore with reference to Fig. 18 it is possible wdth this invention to 
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provide filter systems that are pre-wrapped. This eliminates a cumbersome wrapping 
operation in the catherisation laboratory. This has not be possible to date with 
membrane filters due to issues of air embolisation. It is an essential element of filter 
design that all air is removed prior to deliver to the deployment site. Oriented thin 

5 walled membranes that do not possess memory have the advantage that they can 
form very tight radius of curvature at crease locations. This allows the filter to be pre- 
wrapped in a very ordered configuration. The highly ordered configuration of the 
type shown in Fig. 18 ensures that there are very few void spaces and that all fluid 
gaps are of the same dimension. When received by the user a simple syringe flush is 

10 all that is required to eliminate air emboli. Figure 18 describes a wrapping 
configuration with 4 points of folding. However any number of folds form two or 
greater could be used. These are very compelling advantages of tiiis invention and 
greatly simplify the use of filtration products. 

15 The invention is not limited to the embodiments hereinbefore described which may 
be varied in both construction and detail. 
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Claims 



1. A collapsible filter element for a transcatheter embolic protection device, 
5 the filter element comprising: 

a collapsible filter body which is movable between a collapsed 
stored position for movement through a vascular system and an 
expanded position for extension across a blood vessel such that 
10 blood passing through the blood vessel is delivered through the filter 

element; 

a proximal inlet portion of the filter body having one or more inlet 
openings sized to allow blood and embolic material enter the filter 
15 body; 

a distal outlet portion of the filter body having a plurality of outlet 
openings to allow through-passage of blood, but to retain embolic 
material within the filter body; 



20 



the filter body being of an oriented polymeric material. 



2. A filter element as claimed in claim 1 comprising a collapsible support 
fi:ame, the support firame being movable between a collapsed position for 
25 movement through the vascular system and an extended outwardly 

projecting position to support the filter body in the expanded position. 



3. 



A filter element as claimed in claim 2 wherein the filter body is 
independent of the support firame. 
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A filter element as claimed in any preceding claim wherein the filter body 
comprises a membrane. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored axial orientation in excess of 15%. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored axial orientation in excess of 20%. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored axial orientation in excess of 30%. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored axial orientation in excess of 40%. 

A filter element as claimed in any preceding claim wherein the material is 
biaxially oriented. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored biaxial orientation in excess of 30%. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored biaxial orientation in excess of 60%. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored biaxial orientation in excess of 80%. 

A filter element as claimed in any preceding claim wherein the filter body 
has a stored biaxial orientation in excess of 100%. 
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14. A filter element as claimed in any preceding claim wherein the ultimate 
tensile strength of the oriented polymeric material of the filter body is at 
least 15, 000 psi (103.425 MPa). 

5 

15. A filter element as claimed in daim 14 wherein the ultimate tensile 
strength is at least 25, 000 psi (172.375 MPa). 

16. A filter element as claimed in daim 14 or 15 wherein the ultimate tensile 
10 strength is at least 35, 000 psi (241.325 MPa). 

17. A filter element as claimed in any of claims 14 to 16 whereiii the ultimate 
tensile strength is at least 40, 000 psi (275.8 MPa). 

15 18. A filter element as claimed in any preceding claim wherein the material of 

the filter body is of polyester or polyamide. 

19. A filter element as claimed in any preceding daim wherein the material of 
the filter body is of polyester. 

20 

20. A filter element as claimed in any preceding daim wherein the material of 
the filter body is selected firom polyethyleneterephthalate (PET), 
polybutyleneterephthalate (PBT) and polynapthylterephthalate (PNT). 

25 21. A filter element as daimed in any preceding claim wherein the material of 

the filter body is of PET. 

22. A filter element as claimed in any of claims 1 to 18 wherein the material of 
the filter body is of polyamide. 



30 
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23. A filter element as claimed in any of claims 1 to 17 wherein the material of 
the filter body is an elastomer. 

24. A filter element as claimed in any of claims 1 to 17 or 23 wherein the 
material of the filter body is a polyurefhane. 

25. A filter element as claimed in any preceding claim wherein the polymeric 
material of the filter body is oriented at a temperature below the glass 
transition temperature of the material. 

26. A filter element as claimed in any preceding claim wherein the material of 
the filter body is oriented by stretch blow moulding. 



27. A filter element as claimed in any preceding claim wherein the filter body 
15 comprises a proximal body section, a distal body section and an 

intermediate body section interconnecting the proximal and distal body 
sections. 

28. A filter element as claimed in any of claims 2 to 27 wherein the firame 
20 comprises a pluraUty of engagement segments, the engagement segments 

being spaced-apart longitudinally and transversely when the filter is in the 
deployed expanded configuration to urge the filter body into apposition 
with the vessel wall. 

25 29. A filter element as claimed in claim 28 wherein the engagement segments 

define at least one at least partially substantially helical engagement track. 



30 



30. 



A method for manufacturing a filter body for a transcatheter emboUc 
protection device comprising forming a filter body of oriented polymeric 
material. 
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31. A method as claimed in claim 30 wherein the filter body is formed by 
applying an axial stretching force to a hollow body of polymeric material. 

5 32, A method as claimed in claim 30 or 31 wherein the filter body is formed 

by appljring a circumferential force to a hollow body of polymeric 
material. 

33. A method as claimed in any of claims 30 to 32 comprising stretch blow 
10 moulding a polymeric material. 

34. A method as claimed in any of claims 30 to 33 wherein the polymeric 
material is oriented at a temperature above the glass transition temperature 
of the material or one of its phases, and below the melting temperature of 

15 the material. 

35. A method as claimed in any of claims 30 to 34 comprising the step of 
conditioning the formed filter body. 

20 36. A method as claimed in claim 35 wherein the conditioning is carried out at 

a temperature in the region of the crystallisation temperature of the 
material. 

37. A method as claimed in any of claims 30 to 36 comprising providing inlet 
25 and outlet holes in the body of oriented material. 

38. A method as claimed in claim 37 wherein the holes are provided by 



30 



filling the formed body with a filler material; 
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machining holes in the filled body; and 
removing the filter material. 

5 39. A method as claimed in claim 38 wherein the filler material is a soluble 

material, such as polyethyleneglycol. 




SUBSTITUTE SHEET (RULE 26) 



I 




SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 PCT/IEOl/00087 



3/n 




t 



SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 PCT/lEOl/00087 

4/ n 




SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 



PCT/lEOl/00087 




SUBSTITUTE SHEET (RULE 26) 

V* 



wo 01/97714 



PCT/lEO 1/00087 



6/11 




1 




SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 



7/11 



PCT/LEOl/00087 





o 

CM 



CM 





SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 



PCT/lEOl/00087 




SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 



PCT/IEOl/00087 



9/11 




SUBSTITUTE SHEET (RULE 26) 



wo 01/97714 



PCT/IEOl/00087 



10/ n 




CD 



U) 



SUBSTITUTE SHEET (RULE 26) 




SUBSTITUTE SHEET (RULE 26) 



INTERNATIONAL SEARCH REPORT 



"mt^j^ona] Application No 

PCT/IE 01/00087 



A. CUSSIFICATION OF jSUBJECT MATTER 

IPC 7 mnm 



Aocordtng to tntematlona) Patent Classification (IPC) or to t>oth national ctasslficalion and IPC 



B. FIELDS SEARCHED 



Minimum documenlatlon searched (classification system toBowed by dassiflcation symbols) 

IPC 7 A61F 



Documentaiton searctied other than minimum documentation to the extent that such documents are Inducted In the rtetds searched 
Electronic data base consulted during the Intematbnal search (name of data ba&G and, where practical, search terms used) 

MPI Data, EPO-Internal 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category • 



Citation of document, with indication, where appropriate, of the lelevant passages 



Relevant to daiml^. 



wo 99 23976 A (SALVIAC LIMITED) 
20 Hay 1999 (1999-05-20) 
cited in the application 
the whole document 

WO 99 44542 A (SCIMED LIFE SYSTEMS, INC) 
10 September 1999 (1999-09-10) 
the whole document 



1.30 



□ 



Further documents are listed In the continuation of box C. 



Patent fam9y members are listed In annex. 



* Special categories of cited documents : 

'A' document defining the general state of the art which Is not 
considered to be of panlcular relevance 

*E' earlier document but published on or aner the international 
filing date 

'L' document which may throw doubts on priority clalm(s) or 
wliidi Is died lo establish the pubncalion date of another 
citation or other special reason (as speciRed) 

document referring to an oral disclosure, use, exhttrttion or 
other means 

*P* document published prior to the Internationa) filing date but 
later than the priority data claimed 



*T' later document published after the inlernallonal dilng dale 
or priority date and not in conflict with the application but 
cited to understand the principle or tlieory underlying the 
invention 

*X' documenlof particular re)evar>ce; the claimed invention 
cannot be considered novel or cannol be considered lu 
invotvo an inventive step when the diocumsnt is taken alone 

'V document of particular relevance; the claimed invention 
cannol be considered to Involve an inventive step when the 
document is combined wllh one or more other such docu- 
ments, sudi combination being obvbus to a person sidlled 
in the art. 

'&* document memtwr of the same patent family 



Data of tlie actual completion of the international search 



27 September 2001 



Date of mailing of the international search report 



08/10/2001 



Namo and mailing address of the ISA 

European Patent Office, P.B. 5818 PatenUaan 2 
NL - 2280 1^ Rilswqk 
TeL (+31-70) 340-2040. Tx. 31 651 epo nl. 
Fax: (+31-70) 340-3016 



Authorized officer 



Smith, C 



Foim PCT/tSA/210 (second sheet) (July 188S) 



INTERNATIONAL SEARCH REPORT 

' Infomiatton on patent family members 



IntdimiUonal Application No 

PCT/IE 01/00087 



Patent document 




Publtcatlon 




' 

Patent family 




Publication 


cited in search report 




date 




member(s) 




date 




A 

A 


90— flK— 1 OQQ 


All 
AU 


y/ 00030 


A 

n 










PP 




A 














J 










DE 


19882777 


TO 


26-10-2000 








DE 


29880158 


Ul 


30-11-2000 








r D 

Lr 


1028670 


Al 


23-08-2000 








GB 


2345253 


A 


05-07-2000 








IE 


980920 


Al 


lA AC lAAA 

19-05-1999 








T r 

Jit 


81060 


B2 










WO 


9923976 


Al 


20-05-1999 








NO 


20002303 


A 


04-05-2000 








PL 


340258 


Al 


29-01-2001 


wo 9944542 


A 


10-09-1999 


US 


6152946 A 


28-11-2000 








DE 


1059890 Tl 


06-09-2001 








EP 


1059890 A2 


20-12-2000 








WO 


9944542 A2 


10-09-1999 



Form PCT/ISA/210 (patent temily anneK) (July 1992) 



